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AMENDMENTS TO THE CLATlVfS - 

What is claimed is: 

1-18. Cancelled 

19. (original) A method of performing chromatography comprising the steps of: 
applying a sample to a chromatographic column having column casing and a size 
compensated polymer monolithic packing; and 

supplying a solvent to the chromatographic column, whereby the sample is separated into 
its components within the chromatographic column. 

20. (original) A method in accordance with claim 19 further including the step of causing 
said solvent to flow into a utility device. 

21. (original) A method in accordance with claim 20 in which the step of causing said 
solvent to flow into a utility device includes the step of causing said solvent to flow into a detector. 

22. (original) A method in accordance with claim 20 in which the step of causing said 
solvent to flow into a utility device includes the step of causing said solvent to flow into a fraction 
collector. 
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23. (original) A method in accordance with claim 20 in which the step of causing said 
solvent to flow into a utility device includes the step of causing said solvent to flow into a detector. 

24. (original) A method in accordance with claim 20 in which the step of causing said 
solvent to flow into a utility device includes the step of causing said solvent to flow into another 
instrument. 

25. (original) A method in accordance with claim 1 9 in which the step of applying a sample 
to a chromatographic column having column casing and a size compensated polymer monolithic 
packing includes the step of applying a sample to permeable monohthic polymeric plug that 
includes a vinyl group. 

26. (original) A method in accordance with claim 1 9 in which the step of applying a sample 
to a chromatographic column having column casing and a size compensated polymer monolithic 
packing includes the step of applying a sample to permeable monohthic polymeric plug that 
includes urea formaldehyde. 

27. (original) A method in accordance with claim 19 in which the step ofapplyinga sample 
to a chromatographic column having column casing and a size compensated polymer monolithic 
packing includes the step of applying a sample to permeable monolithic polymeric plug that 
includes a silica polymer. 
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28-30. Cancelled. 

3 1 . (original) A chromatographic column comprising: 

a chromatographic column support having internal column walls; 

a monolithic permeable plug in said column walls; 

said permeable monolithic polymeric plug being a polymer having separaWffective 
openings of a controlled size formed in the polymer by a porogen in the polymerization mixture 
before potymerization and controlled in size at least partly by pressure during polymerization. 

32. (original) A chromatographic column in accordance with claim 31 in which the 
permeable monolithic polymeric plug has smooth walls. 

33. (original) A chromatographic column in accordance with claim 3 1 wherein there are 
substantially no pores within the permeable monolithic polymeric plug. 

34. (original) A chromatographic column in accordance with claim 31 wherein the 
pemieable monolithic polymeric plug is freo of channeling openings in the waUs of the plug. 

35. (original) A chromatographic column in accordance with claim 31 wherein the 
permeable monolithic polymeric plug is formed principally of methacrylate. 
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36. (original) A tomographic column in accordance with claim 31 wherein the 
pcnncablc monolirbic polymsric pin, * fWd principal of meftacrylate with hydrophobic 
surface groups. 

37. (original) A chromatographic column in accordance with claim 31 wherein the 
permeable monolithic polymeric plug is formed principally of urea formaldehyde. 

38. (original) A chromatographic column in accordance with claim 31 wherein the 
permeable monolithic polymeric plug is formed principally of silica. 

39. (original) A chromatographic column in accordance with claim 31 wherein the 
permeable monolithic polymeric plug is principally formed of polymers of glycidyl methacrylate 
and ofemylenedimetl.acrylateina ratio by weight in the range of from 1 to 1 and2to 1. 

40. (original) A chromatographic column in accordance with claim 31 wherein the 
permeable monolithic polymeric plug is principally formed of polymers of glycidyl methacrylate 
and of ethylene dimethacrylate in a ratio by weight of 3 to 2. 

41. (original) A column in accordance with claim 31 in which the permeable monolithic 
polymeric plug includes as its principal component a mixture of divinylbenzene and styrene in a 
ratio in the range of 3 to 1 and 9 to 1 . 
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I 42. (original) A column in accordance with claim 31 in which the permeable monolithic 

polymeric plug includes as its principal component a mixture of divinylbenzene and styrene in a 
ratio in the range of 4 to I. 

43. (original) A column in accordance with claim 3 1 in which the column is in the range of 
35 percent and 80 percent by weight divinylbenzene. 

44. (original) A column in accordance with claim 43 in which the column is 64 percent by 
weight divinylbenzene. 

45. (original) A weak ion exchange chromatographic column comprising: 
a chromatographic column support having internal column walls; 

a permeable monolithic polymeric plug in said column walls; 

saidpermeablemonolithicpolymericplugbemgformedprm^ 
and having smooth walls. 

46. (original) A weak ion exchange chromatographic column comprising: 
a chromatographic column support having internal column walls; 
a permeable monolithic polymeric plug in said column walls; 

saidpermeablemonolitmcpolvmericplugbe^ formedprincipaUy of polymers of glycidyl 
methacrylate and of ethylene dimethacrylate in a ratio by weight inthe range of from 1 to 1 and 2 
tol. 
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47. (original) A cinematographic column in accordance with cUm 45 wheIcm ^ 
pemreahle monolithic polymeric ping is principally formed of polymers of glyoidyl mediate 
and of ethylene dimethacrylate in a ratio by weight of 3 to 2. , 

48. (original) A chromatographic column comprising 

a chromatographic column support having internal column walls; 
a permeable monolithic polymeric plug in said column walls; 

said permeable monolithic polymeric plug being formed principally of a mixture of 
divinylbenzene and styrene and having smooth walls. 

49. (original) A chromatographic column in accordance with claim 65 in which the ratio of 
divinylbenzene and styrene is in the range of 3 to 1 and 9 to 1 by weight 

50. (ori^AcolunmmaccordancewimclaimSl in which me column is in the range of 
30 percent and 80 percent by weight divinylbenzene. 

5 1 . (original) A chromatographic column comprising: 

a chromatographic column support having internal column walls; 
a permeable monolithic polymeric plug in said column walls; 



7 



PAGE 1 1/27 * RCVD AT 1/14/2005 5:03:52 PM [Eastem Standard Time] * SVR:USPT0-EFXRF-1/4 * DNIS:8729306 * CSID:1402489D378 * DURATION (mm-ss):05-36 



JAN 14 '05 04:05PM VINCENT CARNEY LAW P. 12/27 

said pen™*!* mmolitM<! phlg befag ^ rf ^ ^ ^ 

divinylbenzsac and ayrmc i„ . ratio „f divinylbaKene ^ styrene ^ ^ ^ rf3 ^ j ^ ? ^ 
1 by weight. 

52. (original) A column in accordance with claim 51 in which the column is in the range 
of 30 percent and 80 percent by weight divinylbenzene. 

53. (original) A column in accordance with claim 3 1 further including hydrophobic surface 

groups. 

54. (original) A column in accordance with claim 51 further including hydrophobic surface 

groups. 

55. (original) A strong anion exchange column comprising: 
a column support having internal column walls; 

a permeable monolithic polymeric plug in said column walls; 

said permeable monolithic polymeric plug being formed principally of a mixture of glycyl 
methylacrylate, ethyl divinyhnethylacrylate in a range of ratios of a value of glycyl 
methylacrylate to ethyl divinyhnethylacrylate in the range of ratios between 2 to 3 and 5 to 7. 

56. (original) A column in accordance with claim 55 in which the ratio of glycyl 
methylacrylate to ethyl divinylmethylacrylate is substantially 1 to 3. 

8 



PAGE 12/27 * RCVD AT 1/14/2005 5:03:52 PM [Eastern Standard Time] * SVR:USPT0-EFXRF-1/4 * DNIS:8729306 * CSID:14024890378 * DURATION (mm-ss):05-36 



JAN 14 '05 04 :05PM VINCENT CARNEY LAW 



P. 13/27 



57. (original) A weak cation chromatography column comprising a chromatographic 
column support having internal column walls; 

a permeable monolithic polymeric plug in said column walls; 

said permeable monolithic polymeric plug being formed principally of a mixture of methyl 
methacrylate^ 

methacrylate in a range between 9 to 11 and 2 to 3 and 1 1 to 1 3. 

58. (original) A column in accordance with claim 57 in which the ratio of methyl 
methacrylate, glycyl methylacrylate and ethyl divinylmethylacrylate is substantially in the range of 
5 to 1 to 12. 

59. (original) Apparatus for making a chromatographic column comprising: 

a temperature controlled reaction chamber adapted to contain a polymerization mixture 
during polymerization; and 

means for applying pressure to said polymerization mixture in said temperature controlled 
reaction chamber- 

60. (original) Apparatus according to claim 59 in which said polymerization xmxtnre 
comprises a polymer, a cross-linking reagent and a cross-linking monomer, whereby rigidity, 
capacity and separation-effective opening distribution are controHcd by the amount of croSs-linking 
reagent, monomer, and pressure are aided forming mer and a porogen. 
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6 1 . (original) Apparatus according to claim 59 wherein said means for applying pressure is 
a mean for applying pressure with a movable member. 

62. (original) Apparatus accordingto claim 59 in which said movable member has a smooth 
surface positioned to contact said polymerization mixture as pressure is applied during 
polymerization. 

63. (original) Apparatus for making a chromatographic column comprising: 
a temperature controlled reaction chamber adapted to contain a polymerization mixture 
during polymerization to form a plug; 

aqueous processing means for applying an aqueous solution to the plug; 
means for applying pressure to said plug to reduce voids in the plug. 

64. (original) A method of making a monolithic chromatographic column comprising the 
steps of: 

preparing a polymerization mixture; 

perfoiming polymerization underpressure, whereby sufficient pressure is applied to prevent 
voids from being formed caused by vacuum due to shrinkage during polymerization. 

65. (original) The method of claim 64 in which the step of performing polymerization 
includes the step of inserting a polymerization mixture into the walls of a chromatographic column 
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andpolymerizing in a temperature controlled chamber during at least part of the time pressure is 
being applied to me polymerization mixture. 

66. (original) The method of claim 65 in whieh the step of inserting a polymerization 
mixture includes the step of inserting at least one vinyl monomer, an initiator, and a porogen. 

67. (original) A method of making a monoHthic chromatographic column comprising the 
steps of: 

adding a polymerization mixture containing a porogen to a closed container; 

polvmerizingmeniixtureunderpressuretoformapolym^ 
is applied to prevent voids from being formed caused by vacuum due to shrinkage during 
polymerization; and 

washing the polymer plug to remove the porogen. 

68. (original) A method of making a monolithic chromatographic column comprising the 
steps of: 

preparing a polymerization mixture including a porogen; 
performing polymerization to form a polymer plug; 

washing the polymer plug to remove the porogen, wherein the plug tends to swell; and 
applying pressure to prevent swelling of the polymer plug and eliminate voids. 
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69. (origin A mahod of — a Mono lit hia penne ab.e ^ for sepaIatjng fc 
components of a sample, comprising the steps of: 

includes a mixture of alcohols; 

said po^gea „ mpristae flrst ^ ^ fa a ^ rf ^ ^ ^ ^ ^ ^ ^ 

avi U eb=tw^r 8 a^ 2to aval„ e b e «, M n 1 .25a„d 1 .35,^ rebflleflKtv ^ wlKreinthefirst 
alcohol is ethanol and the second alcohol is butanol. 

70. (original) A method of making a monolithic permeable device f 0r separating ±e 
components of a sample, comprising the steps of: 

preparmgapolymeriza^ 
includes a mixture of alcohols; 

saMporogencompri.iagfc^^^^^^.^^^^^^^^ 
of a va.ua batwaan 2.8 m d 3 .0 a *aond vataa ta fte ^ of ,„ „ }J ^ p ^ ^ fa fc 

^of0.3 to 0. S 5„barain^ ta aIaohol is aftano,,^^ nd ^ honsm ^ lM4fetl . Kl 
alcohol is isopropanol. 



71. (original)Apolymeri 2 atio n mixturecompri^^ 

aporogen, wherein the divmybenzene and styrene are in the ratio in the range of 3 to 1 and 9 to 1. 

72. (original) A polymerization mixture in accordance with claim 71 wherein the 
divinybenzene and styrene are in the ratio of 4 to 1 . 
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73. («iftoD A polymeria mixOun in accordant ^ claim ^ fa ^ ^ 
proportion* of dmnylbenzana. styrene ^ porogen „ h fc ^ rf , fe 2 ^ , ? 

i=ap r opo rf o„ w i t hto fl >e^ e of7«o9u„i K ofdMny 1 b«^ t o 1 .5 to2 . 5anitsofstyIenetol 3. 
17 units of dodecanol combined with an initiator. 

75. (original) A polymerization rnixnw according ,„ date 74 to which tha proportions of 
drvinylbenaene, rtyrene and dodccano! arc , ,„ 2 «o 1 5 re S pao«,va.y combined with an initiator. 

7 Morigtaai)Apolymerizanonrnixto^^ 
totoane in toe proportions of 7-9 ,o 1.5-2.5 to „, to 2 . 5 .j. 5 ^ 



initiator. 



77. (oxiginalMpolymarizanonmbto 



combined with an initiator. 



78. CoriehmOApoIymerizanonn^ ethylene grycol 

* meto ^^*-o^^^ 

combined with an initiator. 
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new 



79. <°^)ApoIymeri^onmi^^ 
metl^ 1 ^ e ^ < um«h« yllte , cyc lo he^ l ^ doWlmtofllepnvorti0iBof06a) 
0.4 to 1 .325 to 0. 1 75 respectively. 

SO. (original) A method of making a column, comprising the steps of: 
weighing divinyibenzene, styrene and an initiator into a sample vial in the proportions of 3 
to 5 parts of divinylbenzene to one part of styrene; 

shaking thcmix^ 
becomes a homogeneous solution; 

weighing 13 to 17parts of porogen into the homogeneous solutionand shakinguntil the 
mixture is homogeneous to form a polymerization solution; 
degassing; 

filling a stainless steel column with the polymerization solution; 
sealing the stainless steel column; 

polymerized the polymerization solution in the stainless steel column to form a plug; 
washing the porogen from the plug using at least some water in at least one phase of the 
washing; and 

compressing ths ptag by applying TmUK to tt ta ,„ e ^ 

81. (origin* ^^» h * fc%(hip|1( ^^ 
snd an initio imo a sampb via, comprises the step of wsighing me ^ ylbaame md ^ 
in fl.s proportions of approximate 4 par* of divinyibenzenc m „ n * par. of styreno, fl. step of 

14 

_PArai807* RCVD AT 1(14/2005 S:03:S2 PM |Easteni Standard Time] , SVR:Ua>TO-EFXRF-i;*« DMIS:!72930(* CSD:1402489037«" DURATION (mm-ss):0S-36 



JAN 14 '05 04:06PM VINCENT CARNEY LAW 



P. 19/27 



weighing ,3 to ITparts ofporogen ^ ft. aep of ^ rf ^ fc 
homogeneous solution; and me 3tep pf polynKrizin8 ^ ^ ^ ^ poiymerizfa5 ^ 

polymerization solution at between 40 and 75 K in a water bath for between 1 4 and 34 hours. 

82. (original) The method of claim 81 in which the step 0 f weighing 13 „ „ ^ rf 
poregen into the homogeneous solution and shaking until me new mixture is homogeneous m form 
a polymeria sohmon comprises me step of mixing b*veen 1 0 and ,4 parts dodecanol and 2 
and 3 parts toluene together to form a polymerization solution. 

83. (original) A method of making a column, comprising the steps of: 

weighing glycidyl methacrylate, ethylene dimemacylate and an initiator into a sample vial 

in the proportions of 1.5 to 4 parts of gjycidyl memacrytate, to ! to 2 parts of emyleue 

diraethacrylate; 

shaking the mixture of glycidyl methacrylate, ethylene dimethacryiate and initiator gently 
until the mixture becomes a homogeneous solution; 

weighing a porogen into the homogeneous so lution and shaking until the new mixture is 
homogeneous to form a polymerization solution; 



filling a column with the polymerization solution, wherein the column includes means for 
applying pressure to the polymerization solution; 
sealing the column; 

polymerized the polymerization solution in the column under pressure to form a plug; 
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84. (original) A method according to claim 83 in which the step of weighing glycidyl 
methacrylate, ethylene dimethacrylate and an initiator into a sample vial comprises the step of 
weighing 0.6 g of glycidyl methacrylate, 0.4 g of ethylene dimethacrylate and an initiator into a 
sample vial in the proportions of 3 parts of divinylbeiuene to one part of styrene. 

85. (original) A method according to claim 83 in which the step of weighing a pomgen into 
the homogeneous solution and shaking until the new mixture is homogeneous to form a 
polymerization solution comprises the step of weighing cyclohexanol and dodecanol into the 
homogeneous -lution in proportions m me range of 10 parts of cyclohexanol^ 
and 17 parts of cyclohexanol to 1 part dodecanol by weight. 

86. (original) A method according to claim 83 in which the step of weighing a porogen into 
the homogeneous solution and shaking until the new mixture is homogeneous to form a 
polymerization solution comprises the step of weighing cyclohexanol and dodecanol into the 
homogeneous solution in proportions in the range of 10 parts of cyclohexanol to 1 part of dodecanol 
and 17 parts of cyclohexanol to 1 part dodecanol by weight. 

87. (original) A method according to claim 83 in which the step of weighing a porogen into 
the homogeneous solution and shaking until the new mixture is homogeneous to form a 
polymerization solution comprises the step of weighing cyclohexanol and dodecanol into the 
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homogeneous solution in proportions of 13 parts of cyclohexanol to 1.7 parts of dodecanol. 

88. (original) A method according to claim 84 in which the step of polymerizing the 
polymerization solution in the column under pressure to form a plug comprises the steps of 
polymerizing the solution under a pressure within the column of between 0. 1 psi and 600 psi upright 
at a temperature in the range of 200 °C to 100 degrees C for a time of between 15 hours and 48 
hours. 

89. (original) A method according to claim 86 further including the step of adding a catalyst 
to the polymerization solution diethylamine hydrogen chloride as catalyst. 

90. (original) A method according to claim 89 wherein the catalyst is diethylamine hydrogen 
chloride. 

91. (original) A method according to claim 89 wherein the catalyst is trimethylamine 
hydrogen chloride. 

92. (original) A separating medium that has the structure shown in FIG. 5. 

93. (original) A method of making a monolithic permeable device for separating the 
components of a sample, comprising the steps of: 
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preparing apolymerization mixture including a monomer and aporogen wherein the porogen 
includes a mixture of alcohols; 

said porogen comprising first, second, third and fourth alcohols in a ratio of a value between 
6 to 7 and 3 to 35 and 3 to 35 and 3 to 35 wherein the alcohols are ethanol, methanol, propanol and 
butanol respectively. 

94. (original) A method of controlling polymerization of a porous medium comprising the 
steps of: 

establishing a polymerization mixture including a porogen; 

controlling the rate of the polymerization with radiation and at least one substance that is 
caused by the radiation to affect the polymerization. 

95. (original) A method in accordance with claim 94 wherein at least one of the at least one 
substance that is affected by the radiation is energized to emit further radiation. 

96. (original) A method in accordance with claim 95 in which the further radiation initiates 
polymerization. 

97. (original) A method in accordance with claim 95 wherein at least one of the at least one 
substance emits radiation that energizes a second substance to emit radiation. 
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98. (original) A method of controlling polymerization' of a porous medium comprising the 
steps of: 

establishing a polymerization mixture including a solvent; 

controlling the rate of the polymerization with radiation and at least one substance that is 
caused by the radiation to affect the polymerization. 



99. (original) A polymerization mixture comprising at least one monomer, at least one 
porogen and at least one substance that affects polymerization in response to radiation. 



100. (original)\ A polymerization mixture comprising at least one monomer, at least one 
solvent and at least one substance that affects polymerization in response to radiation. 

101. (original) A method of making a monolithic permeable device for separating the 
components of a sample, comprising the steps of: £f ~-7 ~? 

preparing a polymerization mixture including a monomer, a porogen and at least one 
radiation sensitive substance; 4 

said radiation sensitive substance comprising one or more substances selected from a group 
consisting of fphoto initiators, solvents, x-ray sensitizers and scintillators; and irradiating the 
polymerization mixture. 

1 02. (original) A method of polymerizing a mixture to form a solid support containing at 
least one monomer and a porogen comprising the step of irradiating the mixure with X rays. 
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1 03. (original) A method of polymerizing a mixture to form a solid support containing at 
least one monomer and a solvent comprising the step of irradiating the mixure with X rays. 

104. (original) A method in accordance with claim 103 in which the x-rays are applied 
axially to an elongated mixture. 

105. (original) An apparatus for polymerizing chromatographic columns comprising: 

a temperature controlled reaction chamber adapted to contain a polymerization mixture 
during polymerization to form a plug; 

radiation means for applying radiation to the plug; and 
control means for controlling the radiation. 

106. (original) An apparatus in accordance with claim 105 further including means for 
applying pressure to the plug to reduce voids in the plug. 

107. (new) A method of performing chromatography comprising the steps of: 
applying a sample to a chromatographic column having a column casing and a polymeric 

monolithic packing with negligible nonuniformities due to thermal effects during polymerization by 
conduction of heat into the column; and 

supplying a solvent to the chromatographic column, whereby the sample is separated into 
its components within the chromatographic column. 
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108. (new) A chromatographic column comprising: 

a chromatographic column support having internal column walls; 
a monolithic permeable plug in said column walls; 

said monolithic permeable plug being a polymer having separation-effective openings and 
negligible nonunifoimities due to thermal effect, said separation effective openings being formed 
in the polymer by a porogen in a polymerization mixture before polymerization and controlled at 
least partly by conduction of heat during polymerization. 

1 09. (new) Apparatus for making a chromatographic column comprising: 

a temperature controlled reaction chamber adapted to contain a polymerization mixture 
during polymerization; and 

means for controlling polymerization in the reaction chamber by the conduction of heat to 
provide a monolithic chromatographic bed with negligible nonunifonnities. 

1 10. (new) Apparatus according to claim 1 09 fiuther including means for applying radiation. 

U 1 . (new) Apparatus according to claim 11 0 in which the means for applying radiation is 
a means for applying x-ray radiation. 

1 12. (new) Apparatus according to claim 1 09 further including means for applying pressure 
during polymerization. 
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